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COMMERCIAL OILS

WATER


	
	Under 0.5 Per Cent.
	.5-1.0
 Per Cent.
	Per Cent.

Jan. to June,
	1918     .......
	o
	88
	12

June to Aug.,
	IQl8 .........
	
	95
	5


	
	
	
	

Insoluble impurities nearly always are under 0.2 per
cent, but occasionally exceed 0.5 per cent.

The following are analyses of composite samples of
oil of different grades and origin:


	Cochin.
	Ceylon (Manila).
	Ceylon (Japan).

Free fatty acids, per cent. . . . Saponification number
	2.6
 2XA.
	6.2
 2C7
	5-5 2^7

Iodine number .............
	9.6
	8.8
	8.9

Moisture, per cent         ....
	o 4
	o 61
	o /to

Melting-point, deg. C ......
	
	26-28
	26-27

liter, deg. C ...............
	23.3
	22.7
	22.4


	
	
	

Japan Wax
From berries of the sumach tree in China and Japan.
These trees are grown for the lacquer which they
exude. It is not a true wax, but a fat, as it contains
glycerin.
Hard, pale yellow, conchoidal fracture. Can be
kneaded with the finger like wax.
Commercial varieties may contain 15 to 30 per cent
water. Starch up to 25 per cent has been found. This,
of course, is an adulteration.
It is used in polishes, floor wax and for currying
and finishing leather.